

■v *: { r 


■MEMO 


u 


I , ■■ :) ' 






^ r «^ Dc/e 11/26/51 


Answering 
Your Memo 


Subject HYPODERMIC 1IEEPLK 


The examination of the samples submitted de- 
monstrated that the brass cap from the collapsible tube 
contained a fragment of a steel hypodermic needle and, 
that this fragment was identical in every respect to the 

section of hypodermic needle submitted separately. 

« 

• 

Spe ctrogruphi c comparison shov/ed that the rel- 
ative amounts of residual impurities such as Cr, Ni , Mn, 
Cu, Mo, etc. are the - ' same in the two sections. They were 
also found to be identical in outer diameter and structure 
as determined me tall ©graphically.. 
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